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(54) Heat sink material for use with a semiconductor component and fabrication method thereof 

(57) A heat sink material for use with a semiconduc- 
tor component having a coefficient of thermal expansion 
near to that of a semiconductor material and a high ther- 
mal conductivity, comprising a plurality of diamond par- 
ticles, a metal, and a metal carbide, wherein the metal 
carbide and diamond particles constitute the matrix, 
and the metal fills the interstices of the matrix is pro- 
vided. Also disclosed are a method for fabricating the 
same and a semiconductor package using the same. 
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Description 

Background of the Invention 
5 Field of the Invention 

The present invention relates to a heat sink material for releasing heat from a semiconductor component, and to a 
method for fabricating the same. The present invention also relates to a semiconductor device package or to a heat- 
release jig equipped with a heat sink formed of the inventive material 
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Copper (Cu) is known as a typical material for use as a heat sink. However, although Cu has a relatively high ther- 
mal conductivity of 398 W/mK, the coefficient of thermal expansion Is also large, having a value of 17 ppm/*>C. Thus 
when Cu is joined with a semiconductor, such as silicon (Si) having a coefficient of thermal expansion of 4.2 ppm/*>C or 
gallium arsenide (GaAs) having a coefficient of thennal expansion of from 6 to 7 ppm/^C. both of the joined materials 
suffer a large tiiermal stress in the cooling process from the joining temperature to room temperature, or in the cooling 
process from the maximum temperature achieved during the operation of the semiconductor component to room tem- 
perature. In many cases, such a large thennal stress makes the component unfeasible for use. In the light of such cir- 
cumstances, alloys of Cu with a material having small coefficient of thermal expansion (e.g.. W (tungsten) or Mo 
(molybdenum)), such as CuW and CuMo are used. That is. design of a heat sink material which matches the semicon- 
ductor package is made possible by using a material whose coefficient of thermal expansion is controllable. In such 
cases, however, the alloy becomes inferior to Cu in terms of thermal conductivity, i.e.. having a value off about 200 
W/mK, because the metals (W or Mo) alloyed with Cu have small thermal conductivity. 

Diamond has the highest thermal conductivity in the temperature range of from room temperature to the high tem- 
perature region of 200 ^'C, Moreover, the coefficient of thermal expanston thereof in the vicinity of room temperature is 
about 1 .5 ppm/°C. which is smaller as compared with ordinary semiconductor materials such as Si and GaAs. 

Therefore, it has been thought of using metallic materials containing particles off diamond embedded therein having 
such superior characteristics. 

The idea of embedding diamond particles is disclosed in, for exanple, JP-A-Sho62-249462 (the temi "JP-A-" as 
used herein signifies "an unexamined published Japanese patent application"). JP-A-Hei2-1 70452 JP-A-Hei3-9552 
JP-A-Hei4-231436. JP-A-Hei4-259305, JP-A-Hei5-291444. and JP-A-Hei5-347370. 

Disclosed in JP-A-Sho62-249462 is a material in which diamond Is incorporated In a resin to improve thermal con- 
ductivity. However, since a resin generally is a poor conductor of heat, the thermal conductivity as a whole is not much 
35 improved. 

Disclosed in JP.A-Hei2-1 70452, JP-A.Hei4-231436, JP-A-Hei4-259305. and JP-A-Hei5-347370 Is disclosed a 
material comprising diamond particles embedded in a metallic matrix. Gold (Au). silver (Ag). copper (Cu) aluminum 
(Al), magnesium (Mg). etc.. are used for the metallic matrix. 

Also known (see H. L. Davidson et al.. IEEE (1995). pp. 538) is a material based on diamond, which is prepared by 
subjecting diamond to special coating with a metal, and then impregnating the resulting material with an alloy of Cu and 
Ag. 

All of the cases described above comprises incorporating diamond particles Into a metallic matrix. That Is the dia- 
mond particles are separated from each other with a metallic material interposed therebetween. AccorcJingly. heat 
should also be transferred by the metallic material, that is. by a material sequence ordered in the order of dia- 
mond/metal/diamond/metal/— . This structure is disadvantageous not only because thermal conductivity is Impaired by 
the junction formed between diamond and the metallic material, but also because the sample itself cannot be shaped 
easily due to the weak bonding at the junction between diamond and the metallic material. In fact, the thermal conduc- 
tivity achieved by a conventional heat sink was found to be 400 W/mK at best. 

so Summary of the Invention 

Thus, an object of the present invention is to provide a heat sink for use with a semiconductor component having 
a coefficient of thermal expansion well comparable to that of a semiconductor material and yet having high thermal con- 
ductivity. 

55 Another object of the present invention is to provide a semiconductor device package which effectively releases 
heat upon its assembly and when the semiconductor component is in operation. 

As a result of extensive study of the present inventors, it has been found that, by utilizing a material comprising a 
plurality of diamond particles previously connected with each other by a metal ca.rb!de and having an interstitial metal 
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a heat sink for use with a semiconductor cpmponeat having a coeff icienfof thermal expansion close to that of the sem- 
iconductor material and having an extremely high thermal conductivity can be obtained. 

Thus, the heat sink material tor use with a semiconductor component according to the present invention comprises 
a plurality of diamond particles, a metal, and a metal carbide, wherein the metal carbide and diamond particles consti- 
5 tute the matrix, and the metal fills the interstices of the matrix. 

The phrase "material comprising a metal carbide and diamond particles constituting a matrix" as referred to herein 
signifies a "material comprising a plurality of diamond particles connected together by a metal carbide". More specifi- 
cally, this material maintains the connected structure of diamond particles and metal carbide even when the metal of 
the heat sink Is molten. 

10 The basic concept of the present invention is that the diamond particles are not buried in metal, but that a metal 
carbide (or a metal carbide and graphite) is formed (grown) on the surface of the diamond particles to connect them 
together, which combination is then impregnated with a metal (Cu, Ag, Au, or Al). Briefly, the concept is more like a case 
of forming sintered diamond, and then incorporating an interstitial metal. The only difference is that the diamond parti- 
cles themselves are not bonded together; thus, this material Is different from sintered diamond. 

75 Concerning the structure, the diamond particles are incorporated in the matrix of a metal carbide such as TiC, ZrC, 
or HfC. and a metal fills the interstices of the matrix comprising the diamond particles and the metal carbide. Thus, it 
can be seen that the structure of the heat sink for use with a semiconductor component according to the present inven- 
tion greatly differs from the conventional one In which diamond particles are burled in a metal. More specifically, if metal 
Is removed from a conventional heat sink material for a semiconductor component, the diamond particles become dis- 

20 united. In contrast to this, the diamond particles remain connected to each other In the heat sink according to the 
present invention. 

In the conventional case, furthermore, a metal Is always Incorporated between each pair of diamond particles. 
Although there may partly be such a component In the heat sink of the present Invention, many parts consist of a metal 
carbide alone. That is. many parts consist of only metal carbide incorporated between different diamond particles, and 
25 the metal carbide is in contact with the surfaces of the different diamond particles. 

In such a material, heat is transferred by lattice vibration alone. Thus, when compared with the conventional case 
In which heat Is transferred by lattice vibration / electron / lattice vibration / electron — , It can be readily anticipated that 
a high thermal conductivity is achieved. Moreover, mechanical bonding strength is increased in such a case. 

It is preferred to incorporate graphite in the matrix, because graphite may contribute to the improvement of thermal 
30 conductivity. 

Preferably, the diamond particles have an average diameter of 60 ^m or larger, but not more than 700 pm. If the 
diamond particles are less than 60 ^m In average diameter, the thermal conductivity tends to become too low; if the dia- 
mond particles exceed 700 |xm in average diameter, they lead to the generation of cracks in a semiconductor substrate 
when the heat sink is joined to the semiconductor component for use therewith. That is, when diamond particles having 
35 too large an average diameter are used, the in-plane distribution of the thermal expansion coefficient is found to greatly 
fluctuate so as to make it impossible for a thin semiconductor substrate to tolerate such a fluctuation. Thus, cracks are 
believed to form by such a mechanism. 

The metal preferably is at least one selected from the group consisting of Ag. Cu, Au, and Al. The use of such a 
material makes it possible to achieve high thermal conductivity. 
40 The metal carbide is at least one selected from the group consisting of TiC, ZrC, and HfC. 

Preferably, metal carbides accounts for 5 % or less by volume of the entire body. If the volume fraction of the.metal 
carbides exceeds 5 %. the amount of metallic component tends to become too large so as to deteriorate the thermal 
characteristics of the heat sink when used with a semiconductor component. 

It is also preferred that the surface of the heat sink material is coated with a metal by means. of plating or vapor dep- 
45 ositlon. 

Furthermore, at least one of the insulators AIN and AI2O3 is used for joining the surfece of the heat sink with a sem- 
iconductor component. 

The structures described above can be implemented by a method according to the present invention described 
below. A method for fabricating a heat sink for use with a semiconductor component according to the present invention 

so comprises forming a metal carbide on the surface of diamond particles by filling a vessel with a plurality of diamond par- 
ticles, and then bringing the outer surface of the diamond particles in contact with a molten first metal. Then, the inter- 
stices of the resulting sample are impregnated with a molten second metal. 

Preferably, after the first metal alone is heated together with diamond particles to form a metal carbide, the remain- 
der of the first metal is evaporated, and the second metal is heated to melting thereafter. 

55 It is also preferred that the first metal comprises components having a melting point lower than that of the compo- 
nents constituting the second metal, such that only the first metal is molten to form the metal carbide when heating the 
first and the second metals at the same time with the diamond particles; and that, the second metal is allowed to melting 
thereafter. 
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15 Brief Description of the Drawings 

p^eSZ^r*^' concern ^„g ,„„ « 

Detailed Description of ttie Invention 

An en*odiment of the present invention is described in detail with reference to the attached dravwings. 
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FIG. 1 shows schematically the coristitutlon,»of a heat sink mateMal for il^e with a semiconductor conponent 
according to an embodiment of the present invention. Referring to FIG. 1, a heat sink 10 for use with a semiconductor 
component according to an embodiment of the present invention comprises a plurality of diamond particles 1. a metal 
carbide 2, and a metal 3. The diamond particles 1 are isolated from each other. The metal carbide 2 is formed on the 
5 outer periphery of the isolated diamond particles 1 to connect the diamond particles 1 with each other. In this manner, 
the metal carbide 2 and the diamond particles 1 form a matrix. The metal 3 is present in the interstices of the matrix. 

A method for fabricating the above heat sink material for use with a semiconductor component according to the 
present invention is described below. 

FIG. 2 to FIG. 7 schematically show the fabrication steps of a heat sink material for use with a semiconductor com- 
10 ponent according to an embodiment of the present invention. 

Referring to FIG. 2, diamond particles 1 are placed inside a vessel 5. 

Referring next to FIG. 3, a metal 2a is provided in contact with diamond particles 1 . The metal 2a comprises an 
alloy of, for instance. Ti (the metal component for a metal carbide) and at least one metal selected from the group con- 
sisting of Ag, Cu. Al. and Au. A preferable metal component other than Ti is Zr or Hf, but also usable are combinations 
15 of metals selected from Groups 4a to 7a of the periodic table. From the viewpoint of thermal characteristics, the amount 
of Ti is preferably small, but Ti incorporated in too small an amount is ineffective. Thus, the alloy 2a preferably contains 
from 0.1 to 8.0 % by weight of Ti. 

Referring to FIG. 4, the metal 2a is made molten by heating. The molten metal 2b permeates the interstices of the 
diamond particles 1 . and TI incorporated in the molten metal 2b reacts with the diamond to form a metal carbide 2 com- 
20 prising TiC on the surface of the diamond particles 1 . Depending on the conditions, graphite (not shown) may be formed 
occasionally at the same time on heating. The graphite is obtained from the diamorxj. 

More graphite tends to generate with elevating melting temperature of the metal 2a and with increasing the duration 
of the heating. The use of an alloy for the metal 2a, which is later made molten, is effective, because the melting point 
can be lowered so as to prevent damage from occurring to the diamond and to decrease the amount of graphite that is 
25 generated by the heating. 

Graphite is inferior to diamond from the viewpoint of thermal conductivity; however, it sometimes functions effec- 
tively to bond tiie diamond particles. Moreover, the presence of graphite in small quantity is of no protslem. because it 
does not greatly influence the thermal conductivity of the material as a whole. 

The metal 2b can be evaporated by heating it in vacuum. 
30 Referring to FIG. 5, it can be seen that only diamond 1 and metal carbide 2 remain after the metal 2b is evaporated. 
The resulting structure comprises diamond particles 1 embedded in tiie matrix of the metal carbide 2. Diamond 1 is 
present as particles, and the particles are not in contact. However, the diamond particles 1 formed by tiie method above 
are joined with each otiier by the metal carbide, and are prevented from disuniting. Interstitial spaces can be found to 
form in the matrix composed of diamond particles 1 and the metal carbide 2. 
35 Referring next to FIG. 6, a metal 3a is in contact with the matrix comprising diamond particles 1 and the metal car- 
bide 2. The metal 3a comprises at least one selected from the group consisting of Ag. Cu, Al, and Au. By melting the 
metal 3a. tiie metal 3a easily penetrates the interstices of tiie matrix conprlsing the diamond particles 1 and the metal 
carbide 2 so as to fill the interstices. For the metal 3a, which is molten and used for infiltration, an elemental metal is 
preferred because it has a high thermal conductivity. If an alloy comprising two or more types of metal is used, on the 
40 other hand, the interstices can be filled up more easily because of the lowered melting point. However, the use of an 
alloy is disadvantageous because it reduces the resultant thermal conductivity. Thus a heat sink material for use with a 
semiconductor component as shown in FIG. 7 is implemented. 

In the heat sink material for use with a semiconductor component thus implemented, the diamond particles 1, the 
metal carbide 2. and the metal 3 are brought into tight contact with each other both thermally and mechanically, and 
45 they yield a coefficient of thermal expansion that is close to the value of a semiconductor material. Accordingly, the 
resulting material functions sufficientiy as a heat sink material for use with a semiconductor component. 

A heat sink material for use with a semiconductor component can be fabricated in accordance with another proc- 

ess. 

FiGs. 8 to 12 schematically show the steps for fabricating a heat sink material for use with a semiconductor com- 
so ponent according to another embodiment of the present invention. Referring to FIG. 8. diamond particles 1 are placed 
inside a vessel 5. 

Referring next to FIG. 9. a metal 2a and a metal 3a are provided in contact with the diamond particles 1 . The metal 
2a comprises an alloy of. for instance. Ti (the metal component for a metal carbide) and at least one metal selected from 
the group consisting of Ag. Cu, Al. and Au. The metal 3a comprises an alloy containing at least one metal selected from 
55 the group consisting of Ag. Cu, Al. and Au. but free of Ti (the metal component for a metal carbide). 

A preferable metal component for the metal carbide other than Ti is Zr or Hf, but also usable are combinations of 
metals selected from Groups 4a to 7a of the periodic table. From the viewpoint of thermal characteristics, the amount 
of Ti is preferably small, but Ti incorporated in too small an amount is ineffective. Thus, the alloy 2a preferably contains 
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from 0.1 to 8.0% by weight of Ti. " 

I?-. ""^^^ "^^ '"etal 2b permeates the interstices of the dia- 

mond partides 1 . and Ti incorporated in the molten metal 2b reacts with diamond to form a metal carbide (TiC) 2 on the 
surface of the diamond particles 1 . Depending on the conditions, graphite (not shown) may occasionally be formed at 
Ih! T '^^ ^^f^^^ *s obtained from diamond. More graphite tends to generate with elevation of " 

the melting temperature of the mete! 2a and with increasing duration of the heating 

Once metal 2a undergoes melting, the metal 3a in contact therewith also undergoes melting more easily. Even if 

™S w ^ ^ "^^^^ '"^"'"9 °^ 3a ""^^^ by raising the temperature to 

the meltng point of the metal 3a or higher. In this manner, the molten metal 3a infiltrates the interstices of the matrix 
comprising diamond particles 1 and the metal cait)ide 2. 

ii^TrTj, ^ L' '^"^ °^ *® ^'""g the metals 2a and 3a. a matrix 

n,^^^ L ^'^^ ^ ^ 2. and then, a structure comprising the metal 2a or 3a 

incorporated in the interstces of the matrix is formed. Thus there is obtained a heat sink material for use with a semi- 
conductor component, as shown in FIG. 12. = oom 
In order to lower the melting point, the metal 2a is preferably an alloy. However, the use of an alloy is disadvanta- 
^Jl^^^ 'Tf " '"^"^ "'"duct'^ty- Thus, in the present method, pure metal is used 
«i?S i^f ? 1^ 3a. so asto make it possible to maintain the thermal conductivity of the alloy comprising met- 
ais za ana 3a at a sufficiently high level. * i- » 



EXAMPLES 



.h.t II® present invention is descrfced in further detail below by making reference to Examples, but it should be noted 
that the present invention is not only limited thereto 

EXAMPLE 1 

Diamond particles 1 weighing O.S g and having an average diameter of from 10 to 700 urn were charged into a 
nt^Tn^ ^ "^i^^^^' of 10 mm and a height of about 10 mm (FIG. 2). and there after a block of metal con- 
taning fromO.2 to 2.0 g of an aclve silver solder 2a (containing Ag. Cu. and Ti at a ratio of Ag:Cu:Ti = 0.7:0 280 02) 
^clT""^ Hn-f^ ^l'^^- ^^^""^^^^ held within a temperature range of from about 900 to 1 ,100 

iZ^^^rZTJ ?^ °!^^ ^ a duration of 3 to 10 minutes (FIG. 4). In this manner, the active silver solder 2a infiltrated 
ron^te H !lf '^'^"^Pf^^ 1- *e residual molten metal 2b was evaporated to obtain a porous body 
comp^^ng diamond particles 1 bonded together by TiC 2 to form a matrix (FIG. 5). Then, a block of Ag. Cu. or Al ^ 
'■«,^"*"9 porous body, and was allowed to melt in vacuum (lO'^ Torr) by holding the temperature for a 

L I^h r!^-^']^^^ «"^ris'"9 a porous body made from diamond particles 1 and TiC 2 

and wrth the pores thereof being filled with Ag. Cu. or Al 3 (FIG. 7). Thermal conductivity of the thus obtained samples 
was measured, and the results are summarized in Tables 1 and 2 r « « us wiamea samples 



TABLE 1 



Particle diameter of dia- 
mond (nm) 


Metal impregnated later 


Thermal conductivity 
(W/mK) 


700 


Silver 


900 


300 


Silver 


. 880 


200 


Silver 


790 


100 


Silver 


630 


60 


Silver 


500 


10 


Silver 


350 


300 


Copper 


800 


300 


Aluminum 


650 
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TABLE 2 



Particle diameter of dia- 
mond (^im) 


Amount of diamond (g) 


Amount of active silver 
solder (g) 


Thermal conductivity 

(W/mK) 


300 


0,5 


2.0 


750 


300 


0.5 


1.0 


830 


300 


0.5 


0.5 


880 


300 


0.5 


0.3 


900 


300 


0.5 


0.2 


Sample Unavailable 


300 


0.5 


0.1 


Sample Unavailable 


300 


0.5 


0.0 


Sample Unavailable 



It can be seen from the above results that Ag, Cu. or Al functions effectively as a metal to be infiltrated into the struc- 
ture, and that a thermal conductivity of 500 W/mK or higher is achieved by using such a metal. Furthermore, it has been 

20 found that diamond particles 60 ^m or larger in diameter are effective to yield a thermal conductivity of not higher than 
the infiltrated metal. It is also found that better characteristics are obtained by decreasing quantity of silver solder. How- 
ever, silver solder has an important function to form TiC. because, when the quantity thereof becomes 0.3 g or less, it 
is difficult to form the desired material. 

Although the coefficient of thermal expansion differs depending on the volume fraction of diamond, a value in a 

25 range of from 7 to 12 ppm/K on average is obtained for the temperature range from room temperature to 500 °C. This 
value for the coefficient of thermal expansion falls between those for a metal (from 16 to 20 ppm/K) and that of diamond 
(2ppnVK). 

EXAMPLE 2 

30 

Diamond particles 1 weighing 0.5 g and having an average diameter of from 10 to 700 fun were charged into a 
quartz vessel 5 having a diameter of 10 mm and a height of about 10 mm (FIG. 8), and after mounting thereon a metal 
block containing from 0.2 to 2.0 g of an active silver solder 2a (containing Ag, Cu, and Ti at a ratio of Ag:Cu:Ti = 
0.7:0.28:0.02) together with 0 to 2 g of Ag or Cu 3a (FIG. 9), the assemblage was held at a temperature of 930 ''C in 

35 vacuum (10'^ Torr) for a duration of 1 to 3 minutes (FIG. 10). In this manner, the active silver solder 2a first infiltrated 
the interstices of the diamond particles 1 . Then, the resulting structure was held at a temperature of 980 ""C in vacuum 
(10'^ Ton^) for a duration of 1 to 3 minutes. This time. Ag or Cu 3a was molten, and infiltrated the interstices of the struc- 
ture (FIG. 11). Thus. TiC 2 was formed on the surface of diamond particles 1 , and a sample 1 0 comprising Ag or Cu 3a 
incorporated into the pores of the resulting porous body formed by diamond particles 1 and TiC 2 was obtained (FIG. 

40 12). In addition to TiC 2. graphite was also found to form under high temperature conditions. TTie thermal conductivity 
of the resulting sample was measured. Thus obtained results are shown in Tables 3 and 4. 



TABLE 3 



Particle diameter of dia- 
mond (^m) 


Metal impregnated later 


Thermal conductivity 
(W/mK) 


700 


Silver 


750 


300 


Silver 


710 


200 


Silver 


690 


100 


Silver 


600 


60 


Silver 


450 


10 


Silver 


300 
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TABLE 4 



Particle diameter of 
diamond (^m) 


Amount of diamond 

(g) 


Amount of active sil- 
ver solder (g) 


Amount nf ciluor /r%\ 


Thermal conductivity 
• (W/mK) 


300 


0.5 


2.0 


1.0 


590 


300 


0.5 


1.0 


1.0 


650 


300 


U.O 


0.5 


1.0 


700 


300 


0.5 


0.3 


1.0 


750 


300 


0.5 


0.2 


1.0 


Sample Unavailable 


300 


0.5 


0.1 


1.0 


Sample Unavailable 


300 


0.5 


0.0 


1.0 


Sample Unavailable 


300 


0.5 


1.0 


0.0 


300 
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that h!™ h ^ ^ ^« introduced together with an active silver solder and 

Zr.K7rZ.t J^ ' ""^ specimens having a thermal inSS.vt 5 ^ 

Z^Z^£Z h P^'^^'^s 60 o-- larger in diameter are obtainable. FurthermoHhas beS 

der has an mportart role to form TiC. because, when the quantity thereof becomes 0.2 g or lis rt ?r^!cutt to fi^^ 
EXAMPLE 3 

P«rh"of rr.? *° ^ P^'^''^'^ 1 •^^^'"9 ^ average diameter of 10 to 700 urn were placed in 

each of quartz vessels 15a and 15b differing from each other in internal shape 

Obtains* '^"^'"^ *° "^'^ comprising diamond particles 1 bonded by TiC 2 were 

Refening to FIQs. 1 7a and 17b. thereafter, a metal block 3a comprising Ag. Cu or Al was mounted on th« roc. .mn^ 
porous body, and was allowed to melt in vacuum (lO'^ Torr) by holdi,^ theUpe^^l LrSo^g^flTo? oX-C 

fo useSha^r^'l^"'-*'""'*^''"^ 
?4 Sd ?Sb 



50 EXAMPLE A 

withrS^mf^''^^^^^"^'*''^ perspective view showing the heat sink according to the present invention bonded 
, "^P°':«"t«"'* paa^aged. Referring to FIG. 19. a semiconductor component SO^nteininaSS 
GaAsasthe pnncpal material is electrically contacted, the resulting structure is enclosed in ao^kaaeS^ZtZ 

f h'? ^ P'P« "n^^ semiconductor coi^eS was^S^t oXo t2 

for heat radiation. A fin was provided on the back of the heat sink 10 to releasehTar ° ^^'^ 

place^rSe'eUtrerr^^?^^^^^^^^ 
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TABLE 5 



Sample 


Temperature difference 
for 10 W («C) 


Thermal resistance 
(°C/W) 


Cu 


73 


7.3 


No. (1) in TABLE 1 


63 


6.3 


No. (2) in TABLE 1 


50 


5 



Furthermore, in the case where a metal solder is used to join the heat sink 10 with the semiconductor component 
30, it is found necessary to incorporate 2 or more diamond particles in the bonding plane of the heat sink located under 
the semiconductor component 30. 

As described above, the heat sink material for use with a semiconductor component according to the present inven- 
tion has a coefficient of thermal expansion close to that of a semiconductor material and a high thermal conductivity. 
Accordingly, by embedding the heat sink according to the present invention into a semiconductor device package, the 
heat that is generated upon assembly of the device or during operation of the semiconductor component can be 
released efficiently. 

While the invention has been described in detail and with reference to specific embodiments thereof, it will be 
apparent to one skilled in the art that various changes and modifications can be made therein without departing from 
the spirit and scope thereof. 

Claims 

25 

1 . A heat sink material for use with a semiconductor component, comprising a plurality of diamond particles, a metal, 
and a metal carbide, wherein the metal carbide and diamond particles constitute a matrix, and the metal fills the 
Interstices of the matrix. 

30 2. The heat sink material as In Claim 1 . further comprising graphite Included In tiie matrix. 

3. The heat sink material as in Claim 1 , wherein the diamond particles have an average diameter from about 60 ^m 
to about 700 jLim. 

35 4. The heat sink material as in Claim 1 . wherein the metal Is at least one selected from the group consisting of Ag, 
Cu, Au, and Ai. 

5. The heat sink material as in Claim 1 . wherein the metal carbide is at least one selected from the group consisting 
of TIC, ZrC, and HfC. 

40 

6. The heat sink material as in Claim 1 , wherein the metal carbide accounts for 5% or less by volume of the material. 

7. The heat sink material as In Claim 1 , wherein the surface of the material is coated witii a metal by means of plating 
or vapor deposition. 

45 

8. The heat sink material as in Claim 1 , wherein at least one insulator selected from the group consisting of diamond, 
AIN, and AI2O3 is used to join the heat sink material to a semiconductor component. 

9. A method for fabricating a heat sink material for use with a semiconductor component, comprising: 

so 

forming a metal carbide on the surface of diamond particles by filling a vessel with a plurality of diamond par- 
ticles, and then contacting the outer surface of the diamond particles with a molten first metal; and 
impregnating the interstices of the resulting material with a molten second metal. 

55 10. The method according to Claim 9. wherein. 

the metal carbide is formed by heating the first metal alone with the diamond particles, and after evaporating 
the remainder of the first metal, the second metal Is heated to melting. 
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11. The method according to Claim ST, wherelrt, 

the first metal comprises components having a melting point lower than that of the components constituting the 
second metal, such that: 

5 only the first metal is molten to form the metal carbide by heating the first and the second metals at the same 

time with the diamond particles, and that the second metal is melted thereafter. 

12. The method according to Claim 9. wherein, 

10 the melting points of the first and the second metals are 1 . 1 00 *'C or lower. 

13. The method according to Claim 9, wherein, 
the first and the second metals are molten under a pressure of 1 .000 at or under vacuum. 
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14. A semiconductor package comprising a semiconductor component connected with a heat sink comprising the heat 
sink material of Claim 1 . wherein the heal sink comprises a connection portion in which at least two diamond par- 
ticles incorporated in the heat sink material are an-anged on the surface connecting the heat sink with the semicon- 
ductor component. 
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(54) Heat sink material for use with a semiconductor component and fabrication method thereof 

(57) A heat sink material for use with a semiconduc- 
tor component having a coefficient of thermal expansion 
near to that of a semiconductor material and a high ther- 
mal conductivity, comprising a plurality of diamond par- 
ticles, a metal, and a metal carbide, wherein the metal 
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and the metal fills the interstices of the matrix is pro- 
vided. Also disclosed are a method for fabricating the 
same and a semiconductor package using the same. 



CO 
< 
00 



m 

CO 



UJ 



Primed by Xerox (UK) Business Services 
2.16.3AJ.4 



BNSOOCID: <EP 0859408A3_L> 



EP 0 859 408 A3 



J 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



Application Number 

EP 98 10 2088 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



Citation of document with Indication, where appropriate. 
Of relevant passages 



KERNS J A ET AL: "DYMALLOY: A COMPOSITE 
SUBSTRATE FOR HIGH POWER DENSITY 
ELECTRONIC COMPONENTS" 

INTERNATIONAL JOURNAL OF MICROCIRCUITS AND 

ELECTRONIC PACKAGING, 

vol, 19, no. 3, 1 July 1996, 

pages 206-211, XP000639483 

"3. Fabrication of Dymalloy" 

* page 208 * 

PATENT ABSTRACTS OF JAPAN 

vol. 095, no. 002, 31 March 1995 

& JP 06 326432 A (DENKI KAGAKU KOGYO KK) 

25 November 1994, ' 

* abstract * 

EP 0 717 125 A (GEN ELECTRIC) 19 June 1996 

* column 4, line 37 - column 5, line 12 * 

US 5 120 495 A (SUPAN EDWARD C ET AL) 9 
June 1992 
see abstract 

JP 02 015 977 A (NISSHIN DAIYAMONDO KK) 19 
January 1990 



Relevant 
to Claim 



1,2,4,5. 
7,14 



The present search report has been drawn up tor all claims 



Place ot search 

MUNICH 



Oat« of completion ot the search 

20 July 1998 



CATEGORY OF CITED DOCUMENTS 

particularly relevant it taken alone 
particularly relevant if combined witt» another 
document of the same category 
technologicat background 
: non-written disclosure 
intermediate document 



CLASSIFICATION OF THE 
APPLICATION <lnt.CI.6) 



H01L23/373 



TECHNICAL RELDS 
SEARCHED (lnt.CI.6) 



HOIL 



Examiner 

Edmeades, M 



T : theory or principle underlying the invention 
E : earlier patent document, but published on. or 

after the filing date 
D : document cited in the application 
L : document cited for other reasons 



& : memt>er of the same patent f^ily, corresponding 
document 



2 



085940aA3_L> 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 

BEST AVAILABLE IMAGES 

Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SffiES 
□^FADED TEXT OR DRAWmG 

□ BLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: ^ • 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



J 



THIS PAGE BUNK 



(USPTO) 



